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Disclosure to Promote the Right To Information 

Whereas the Parliament of India has set out to provide a practical regime of right to 
information for citizens to secure access to information under the control of public authorities, 
in order to promote transparency and accountability in the working of every public authority, 
and whereas the attached publication of the Bureau of Indian Standards is of particular interest 
to the public, particularly disadvantaged communities and those engaged in the pursuit of 
education and knowledge, the attached public safety standard is made available to promote the 
timely dissemination of this information in an accurate manner to the public. 




Mazdoor Kisan Shakti Sangathan 
"The Right to Information, The Right to Live" 
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FOREWORD 

This Indian Standard ( Second Revision ) was adopted by the Bureau of Indian Standards, after the 
draft finalized by the Jute and Jute Products Sectional Committee had been approved by the Textile 
Division Council. 

This standard was first published in 1966 and revised in 1984. This revision has been prepared to update 
the performance of cloth. The following changes have been made in this revision: 

a) Tolerances on ends and picks per dm have been tightened. 

b) General requirements and criteria for conformity have been laid down in IS 9113 : 1992. 

The mass of cloth at different moisture regain values is given in Annex B for information. 

For the purpose of deciding whether a particular requirement of this standard is complied with, the 
final value, observed or calculated, expressing the result of a test or analysis, shall be rounded off 
in accordance with IS 2 : 1960 'Rules for rounding off numerical values (revised)'. The number of 
significant places retained in the rounded off value should be the same as that of the specified value in 
this standard. 



AMENDMENT NO. 1 OCTOBER 2005 
TO 

IS 3667 : 1993 TEXTILES — B-TWILL JUTE CLOTH — 

SPECIFICATION 

( Second Revision ) 

[ Page 1, Table 1, 57 No. (vi), Under 'Requirement' ] — Substitute 4 3' for 

4 8.0\ 

( TX 03 ) 
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1 SCOPE 

This standard prescribes the constructional details and 
other particulars of B-twill jute cloth used lor the 
manufacture of jute bags for packing food grains. 

2 REFERENCES 

The Indian Standards listed in Annex A are necessary 
adjuncts to this standard. 

3 TERMINOLOGY 

For the purpose of this standard, the definitions given 
in IS 5476: 1986 shall apply. 

4 GENERAL REQUIREMENTS 

4.1 The B-twill cloth shall be woven with jute yam in 
double warp 2/1 twill weave. The cloth shall be generally 
of uniform construction. Its selvedges should be firm and 
straight. The cloth shall have single blue stripe (or 
stripes) of single or double warp, as agreed to be- 
tween the buyer and the seller, woven along the 
length of the cloth. Additional woven identification 
may be provided if required by the purchaser. 

4.2 The fabric shall be free from the major weaving 
defects, such as holes, cuts, tears and crushed sel- 
vedges. It should be generally free from biasness and 
minor defects like floats, spots and stains. 

4.3 It is recommended that jute batching oil conform- 
ing to IS 1758 : 1986 may be made use of during the 
manufacture of the jute fabric. 



5 SPECIFIC REQUIREMENTS 

5.1 The B-twill cloth shall conform to the requirements 
laid down in Table 1. 

5.2 Length and Cuts 

The length of cloth in a bale shall not be less than the length 
specified or as agreed to between the buyer and the seller. 

5.2.1 The length of cloth in a bale shall be determined 
by the method prescribed in IS 1954 :1990. 

5.2.2 No bale shall contain more than (a) two medium 
cuts and one short cut, or (b) three medium cuts 
(.we 4.1.7 of IS 2873: 1991). 

5.3 Contract Regain 

The contract moisture regain shall be 20 percent. 

6 PACKING AND MARKING 

6.1 Packing 

The B-twill cloth shall be packed in bales as laid down 
in IS 2873 : 1991 or as specified in an agreement 
between the buyer and the seller. 

6.2 Marking 

The bales shall be marked as laid down in IS 2873 : 1991 . 
Additional markings shall be made as stipulated by the 
buyer or required by the regulation or law in force. 

6.2.1 The bales may also be marked with the Standard 
Mark. 



Table 1 Specific Requirements of B-Twill Cloth 

(Clause 5 A) 



SI No. 


Characteristic 


i) 


Corrected mass per square metre, g 


») 


Ends per dm 
Tolerances 


iii) 


Picks per dm 




Tolerances 


iv) 


Width, cm 




Tolerances 


v) 


Breaking load of cloth (Mi/i) (revelled 
sirip method, 10 x 20 cm) 




a)Warpway : Average 




b) Wcftway : Average 


v) 


Moisture regain 


vi) 


Oil content on dry deoilcd material has 



Requirement 

643 -+64 

■48 
76 
+4 
-3 
31 

+2 
-1 
57, 61 or 67.5 

+4 
-0 



1570(160) 
1620 (165) 
22 percent, Max 

8.0 percent, Max 



Method of test 

IS 1964:1970 

IS 1963: 1981 
IS 1963 : 1981 

IS 1954 : 1990 

IS 1969 : 1985 



C la list: 8.2 of 
IS 91 13: 1992 
IS 2969 : 1974 



NOTE — The width of B-twill cloth may also be as agreed to between the buyer and the seller. However, for the agreed width, 
the same tolerance of ** xm shall apply. 



IS 3667 : 1993 



7 SAMPLING 

7.1 The sampling shall be as laid down in 
IS 9113:1992. 



7.2 A lot shall be considered as conforming to the 
requirements of the standard if the conditions as laid 
down in 9.1 of IS 9113 : 1992 are satisfied. 



IS No. Title 

1758 : 1986 Jute batching oil ( second revision ) 

1954: 1990 Methods for determination of length 
and width of fabrics ( second 
revision ) 

1963 : 1981 Methods for determination of threads 

per-unit length in woven fabrics (second 
revision ) 

1964 : 1970 Methods for determination of weight per 

square metre and weight per linear metre 
of fabrics (first revision ) 



ANNEX A 

(Clause 2.1 ) 

LIST OF REFERRED INDIAN STANDARDS 

1969: 1985 



2873 


: 1991 


2969 


: 1974 


5476 : 


1986 


9113: 


1992 



Methods for determination of breaking 
load and elongation of woven textile 
fabrics ( second revision ) 

Textiles — Packaging of jute products 
in bales (first revision ) 

Method for determination of oil content 
of jute yarn and fabrics (first revision ) 

Glossary of terms pertaining to 
jute (first revision ) 

Textiles — Jute sacking — General re- 
quirements (first revision ) 



ANNEX B 

( Foreword ) 

MASS OF HI WILL JUTE FABRIC AT DIFFERENT MOISTURE REGAIN VALUES 

Moisture Regain Percent Mass of Fabric, glxw" Moisture Regain Percent Mass of Fabric, g/nr 

22 653 12 600 

20 643 10 589 

18 632 8 579 

16 622 7 573 

14 611 6 568 



Standard Mark 

The use of the Standard Mark is governed by the provisions of the Bureau of Indian 
Standards Act, 1986 and the Rules and Regulations made thereunder. The Standard Mark on 
products covered by an Indian Standard conveys the assurance that they have been 
produced to comply with the requirements of that standard under a well defined system of 
inspection, testing and quality control which is devised and supervised by BIS and operated 
by the producer. Standard marked products are also continuously checked by BIS for con- 
formity to that standard as a further safeguard. Details of conditions under which a licence 
for the use of the Standard Mark may be granted to manufacturers or producers may be 
obtaihed from the Bureau of Indian Standards. 



BireM of India* Statfatdt 

BIS it a ttatutory institution established under the Bureau of Indian Standards Act % 1986 to promote 
harmoniout development of the activities of standardization, marking and quality certification of 
goods and attending to connected matters in the country. 

Copyright 

BIS has the copyright of all its publications. No part of these publications may be reproduced in any 
form without the prior permission in writing of BIS. This does not preclude the free use, in the course of 
implementing the standard, of necessary details, such as symbols and sizes, type or grade designations. 
Enquiries relating to copyright be addressed to the Director ( Publications ) 9 BIS. 

Review of Indian Standards 

Amendments are issued to standards as the need arises on the basis of comments. Standards are any 
reviewed periodically; a standard along with amendments is reaffirmed when such review indicates that- 
no changes are needed; if the review indicates that changes are needed, it is taken up for revision. 
Users of Indian Standards should ascertain that they are in possession of the latest amendments or 
edition by referring to the latest issue of 'BIS Handbook' and 'Standards Monthly Additions'. 
Comments on this Indian Standard may be sent to BIS giving the following reference: 

Doc : No. TX 03 ( 0027 ) 

Amendments Issued Since Publication 
Amend No. Date of Issue Text Affected 
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